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(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a magnet having excellent 
magnetic characteristics and high reliability, in particular, a magnet 
having an excellent thermal stability. 

SOLUTION: A magnet power consists of an alloy composition 
expressed by Rx(Fe1-yCoy)100-x-z-wBzNbw (wherein R represents 
at least one kind of rare earth element, x: 7.1 to 9 at.%, y: 0 to 0.30, 
z: 4.6 to 6.9 at.%, and w: 0.2 to 3.5 at.%), and constituted with a 
complex composition having a soft magnetic phase and a hard 
magnetic phase. When the power is mixed with a bonding resin and 
molded to obtain an isotropic bond magnet, the irreversible magnetic 
susceptibility (x \rr~X d\f~X rev is not more than 5.0 x 10-7 henry/m 
and the intrinsic coercive force HcJ at room temperature is 320 to 
730 kA/m in case a measurement is made at a point P, as a starting 
point, in a demagnetization curve in Fig. J-H showing magnetic 
characteristics at room temperature, which intersects with a straight 
line y that passes through the origin in the Fig. J-H and has an 
inclination (J/H) of -3.8 x 10-6 henry/m. 
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* NOTICES * 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer. So the translation may not reflect the original precisely. 

2. **** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



CLAIMS 



[Claim(s)] 

[Claim 1] Rx(Fe1-yCoy)100-x-z-wBzNbw (however, R) At least one sort of rare earth elements, x:7.1 to 
9.9 atom %, y:0 to 0.30, z:4.6 to 6.9 atom % f When it consisted of an alloy presentation expressed with w:0.2 
- 3.5 atom %, and are the magnet powder which consists of complex tissues which have a software 
magnetism phase and a hard magnetism phase, mixes with joint resin, it fabricates and it considers as an 
isotropic bond magnet, In a demagnetization curve in J-H drawing showing magnetic properties in a room 
temperature a zero in said J-H drawing A passage, And irreversible susceptibility (chiirr) at the time of 
measuring an intersection with a straight line whose inclination (J/H) is -3.8x10 - 6H/m as a starting point 
is 5.0x10 - 7H/m or less. Furthermore, magnet powder which ****** that proper coercive force He J in a 
room temperature is 320 - 720 kA/m. 

[Claim 2] Magnet powder according to claim 1 with which a residual magnetic flux density Br in a room 
temperature [T] is satisfied of relation of Br/rho [x10~6 T-m3/g] >=0.125 when it mixes with joint resin, it 
fabricates and it considers as an isotropic bond magnet of density rho [Mg/m3]. 
[Claim 3] Magnet powder is magnet powder according to claim 1 or 2 whose absolute value of an 
irreversible demagnetizing factor (initial demagnetizing factor) is 6.2% or less when it mixes with joint resin, 
it fabricates and it considers as an isotropic bond magnet. 

[Claim 4] Said R is magnet powder according to claim 1 to 3 which is the rare earth elements which are 
mainly concerned with Nd and/or Pr. 

[Claim 5] For said R, the rate is the magnet powder according to claim 1 to 4 it is [ powder ] 5 - 75% to 
said whole R including Pr. 

[Claim 6] For said R, the rate is the magnet powder according to claim 1 to 5 it is [ powder ] 14% or less to 
said whole R including Dy. 

[Claim 7] Magnet powder is magnet powder according to claim 1 to 6 obtained by quenching a molten metal 
alloy. 

[Claim 8] Magnet powder is magnet powder according to claim 1 to 7 which grinds a quenching thin band 
manufactured using a cooling roller, and is obtained. 

[Claim 9] Magnet powder is magnet powder according to claim 1 to 8 with which heat treatment is 
performed once [ at least ] the manufacture process or after manufacture. 

[Claim 10] Magnet powder according to claim 1 to 9 whose mean particle diameter is 0.5-150 micrometers. 
[Claim 11] An isotropic bond magnet characterized by coming to join magnet powder according to claim 1 
to 10 together by joint resin. 

[Claim 12] In a demagnetization curve in J-H drawing which is the isotropic bond magnet which comes to 
join magnet powder containing Nb together by joint resin, and expresses magnetic properties in a room 
temperature Irreversible susceptibility (chiirr) at the time of measuring an intersection with a straight line a 
passage and whose inclination (J/H) are -3.8x10 - 6H/m about a zero in said J-H drawing as a starting 
point is 5.0x10 - 7H/m or less. Furthermore, an isotropic bond magnet which ****** that proper coercive 
force HcJ in a room temperature is 320 - 720 kA/m. 

[Claim 13] An isotropic bond magnet according to claim 12 with which a residual magnetic flux density Br in 
a room temperature [T] is satisfied of relation of Br/rho >=0.125[x10-6 T-m3/g] when density of an 
isotropic bond magnet is set to rho [Mg/m3]. 



[Claim 14] Said magnet powder is an isotropic bond magnet according to claim 12 or 13 which is what 
consists of a R-TM-B-Nb system alloy (however, transition metals which R makes iron as at least one sort 
of rare earth elements, and TM makes main). 

[Claim 15] An isotropic bond magnet according to claim 12 to 14 whose absolute value of an irreversible 
demagnetizing factor (initial demagnetizing factor) is 6.2% or less. 

[Claim 16] Said magnet powder is an isotropic bond magnet according to claim 12 to 15 which is what 

consists of complex tissues which have a software magnetism phase and a hard magnetism phase. 

[Claim 17] An isotropic bond magnet according to claim 1 1 to 16 with which multi-electrode magnetization 

is presented or by which multi-electrode magnetization was carried out. 

[Claim 1 8] An isotropic bond magnet according to claim 1 1 to 1 7 used for a motor. 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[The technical field to which invention belongs] This invention relates to magnet powder and an isotropic 

bond magnet. 

[0002] 

[Description of the Prior Art] In order to attain the miniaturization of a motor etc., it is desired for the flux 
density of the magnet at the time of being used for the motor (it sets to a substantial permeance) to be 
high. The factor which determines the flux density in a bond magnet has the value of magnetization of 
magnet powder, and the content (content) of the magnet powder in a bond magnet. Therefore, when 
magnetization of the magnet powder itself is not so high, unless it makes [ many / extremely ] the content 
of the magnet powder in a bond magnet, sufficient flux density is not obtained. 

[0003] By the way, as what is used as current and a highly efficient rare earth bond magnet, the isotropic 
bond magnet which used the MQP-B powder made from MQI occupies most as rare earth magnet powder. 
An isotropic bond magnet has the following advantages compared with an anisotropy bond magnet. That is, 
it is that a manufacture process is easy and a manufacturing cost becomes cheap as a result on the 
occasion of manufacture of a bond magnet since magnetic field orientation is unnecessary. However, there 
are the following troubles in the isotropic conventional bond magnet represented by this MQP-B powder. 
[0004] 1) The isotropic conventional bond magnet of flux density was inadequate. That is, since 
magnetization of the magnet powder used is low, the content (content) of the magnet powder in a bond 
magnet must be raised, but if the content of magnet powder is made high, since the moldability of a bond 
magnet will worsen, there is a limit. Moreover, even if it makes [ many ] the content of magnet powder by 
the device of a process condition etc., there is a limit in the flux density obtained too, and, for this reason, 
the miniaturization of a motor cannot be attained. 

[0005] 2) Although the magnet with a high residual magnetic flux density was also reported by the nano 
composite magnet, coercive force was too small conversely in that case, and the flux density (with 
permeance at the time of being used actually) practically obtained as a motor was very low. Moreover, 
since coercive force is small, thermal stability is also inferior. 

[0006] 3) The corrosion resistance of a bond magnet and thermal resistance become low. that is, in order 
to compensate the lowness of the magnetic properties of magnet powder, the content of the magnet 
powder in a bond magnet must be made [ many ] (that is, densification of the density of a bond magnet is 
carried out extremely — ********), consequently corrosion resistance and thermal resistance are inferior 
in a bond magnet, and it becomes what has low reliability. 
[0007] 

[Problem(s) to be Solved by the Invention] The object of this invention is to offer the magnet powder and 
the isotropic bond magnet which can offer the magnet which was excellent in magnetic properties and was 
excellent in reliability, especially the temperature characteristic. 
[0008] 

[Means for Solving the Problem] Such an object is attained by this invention of following the (1) - (18). 
[0009] (1) Rx(Fe1-yCoy)100-x-z-wBzNbw (however, R) At least one sort of rare earth elements. x:7.1 to 
9.9 atom %, y:0 to 0.30, z:4.6 to 6.9 atom %, When it consisted of an alloy presentation expressed with w:0.2 



- 3.5 atom %, and are the magnet powder which consists of complex tissues which have a software 
magnetism phase and a hard magnetism phase, mixes with joint resin, it fabricates and it considers as an 
isotropic bond magnet, In a demagnetization curve in J-H drawing showing magnetic properties in a room 
temperature a zero in said J-H drawing A passage, And irreversible susceptibility (chiirr) at the time of 
measuring an intersection with a straight line whose inclination (J/H) is -3.8x10 - 6H/m as a starting point 
is 5.0x10 - 7H/m or less. Furthermore, magnet powder which ****** that the proper coercive force HcJ in 
a room temperature is 320 - 720 kA/m. 

[0010] (2) Magnet powder given in the above (1) whose residual magnetic flux density Br in a room 
temperature [T] satisfies relation of Br/rho [x10~6 T-m3/g] >=0.125 when it mixes with joint resin, it 
fabricates and it considers as an isotropic bond magnet of density rho [Mg/m3]. 
[0011] (3) Magnet powder is magnet powder the above (1) whose absolute value of an irreversible 
demagnetizing factor (initial demagnetizing factor) is 6.2% or less when it mixes with joint resin, it fabricates 
and it considers as an isotropic bond magnet, or given in (2). 

[0012] (4) Said R is magnet powder the above (1) which is the rare earth elements which are mainly 
concerned with Nd and/or Pr thru/or given in either of (3). 

[0013] (5) For said R, the rate is the above (1) it is [ above ] 5 - 75% thru/or magnet powder given in either 
of (4) to said whole R including Pr. 

[0014] (6) For said R, the rate is the above (1) it is [ above ] 14% or less thru/or magnet powder given in 
either of (5) to said whole R including Dy. 

[0015] (7) Magnet powder is magnet powder the above (1) obtained by quenching a molten metal alloy 
thru/or given in either of (6). 

[0016] (8) Magnet powder is magnet powder the above (1) which grinds a quenching thin band 

manufactured using a cooling roller, and is obtained thru/or given in either of (7). 

[0017] (9) Magnet powder is the above (1) to which heat treatment is performed once [ at least ] the 

manufacture process or after manufacture thru/or magnet powder given in either of (8). 

[0018] (10) The above (1) whose mean particle diameter is 0.5-150 micrometers thru/or magnet powder 

given in either of (9). 

[0019] (11) An isotropic bond magnet characterized by coming to join the above (1) thru/or magnet powder 
given in either of (10) together by joint resin. 

[0020] (12) In a demagnetization curve in J-H drawing which is the isotropic bond magnet which comes to 
join magnet powder containing Nb together by joint resin, and expresses magnetic properties in a room 
temperature Irreversible susceptibility (chiirr) at the time of measuring an intersection with a straight line a 
passage and whose inclination (J/H) are -3.8x10 - 6H/m about a zero in said J-H drawing as a starting 
point is 5.0x10 - 7H/m or less. Furthermore, an isotropic bond magnet which ****** that the proper 
coercive force HcJ in a room temperature is 320 - 720 kA/m. 

[0021] (13) An isotropic bond magnet given in the above (12) whose residual magnetic flux density Br in a 
room temperature [T] satisfies relation of Br/rho >=0.1 25[x10-6 T-m3/g] when density of an isotropic 
bond magnet is set to rho [Mg/m3], 

[0022] (14) Said magnet powder is an isotropic bond magnet the above (12) which is what consists of a R- 
TM-B-Nb system alloy (however, transition metals which R makes iron as at least one sort of rare earth 
elements, and TM makes main), or given in (13). 

[0023] (15) The above (12) whose absolute value of an irreversible demagnetizing factor (initial 
demagnetizing factor) is 6.2% or less thru/or an isotropic bond magnet given in either of (14). 
[0024] (16) Said magnet powder is an isotropic bond magnet the above (12) which is what consists of 
complex tissues which have a software magnetism phase and a hard magnetism phase thru/or given in 
either of (15). 

[0025] (17) The above (11) with which multi-electrode magnetization is presented or by which multi- 
electrode magnetization was carried out thru/or an isotropic bond magnet given in either of (16). 
[0026] (18) The above (11) used for a motor thru/or an isotropic bond magnet given in either of (17). 
[0027] 



[Embodiment of the Invention] Hereafter, the gestalt of operation of the magnet powder of this invention 
and an isotropic bond magnet is explained to details. ^ 
[0028] In order to attain the miniaturization of a [outline of this invention] motor etc., it has been a 
technical problem to obtain a magnet with high flux density. Although the factor which determines the flux 
density in a bond magnet has the value of magnetization of magnet powder, and the content (content) of 
the magnet powder in a bond magnet, when magnetization of the magnet powder itself is not so high, 
unless it makes [ many / extremely ] the content of the magnet powder in a bond magnet, sufficient flux 
density is not obtained. 

[0029] As the MQP-B powder made from the above-mentioned MQI which is carrying out current spread 
was mentioned above, while flux density is inadequate, it is therefore obliged to raise the content of the 
magnet powder in a bond magnet depending on a use, i.e., densification, on the occasion of manufacture of 
a bond magnet and reliability is missing in respect of corrosion resistance, thermal resistance, a mechanical 
strength, etc., since coercive force is high, magnetization nature has the defect of being bad. 
[0030] On the other hand, the magnet powder and the isotropic bond magnet of this invention Sufficient 
flux density and moderate coercive force are acquired, and it is not necessary to raise the content 
(content) of the magnet powder in a bond magnet so much by this. With consequently, high intensity A 
bond magnet with the high reliability excellent in a moldability, corrosion resistance, magnetization nature, 
etc. can be offered, and it can contribute also to the miniaturization of magnet loading devices, such as a 
motor, greatly by the miniaturization of a bond magnet, and high performance-ization. 
[0031] Furthermore, the magnet powder of this invention shall constitute the complex tissue which has a 
hard magnetism phase and a software magnetism phase. 

[0032] Although it is the single phase organization of a hard magnetism phase, the MQP-B powder made 
from the above-mentioned MQI has the advantage that total magnetization becomes high since the high 
software magnetism phase of magnetization exists, and since recoil permeability becomes high further, 
even if it once adds a reverse magnetic field, it has the advantage that a subsequent demagnetizing factor 
is small in such complex tissue. 

[0033] the magnet powder of [alloy presentation of magnet powder] this invention consists of an alloy 

presentation expressed with Rx(Fe1-yCoy)100-x-z~wBzNbw (however, R — at least one sort of rare earth 

elements, x:7.1 to 9.9 atom %, y:0 to 0.30, z:4.6 to 6.9 atom %, and w:0.2 to 3.5 atom %). 

[0034] as R (rare earth elements), Y, La, Ce, Pr, Nd, Pm, Sm, Eu, Gd, Tb, Dy, Ho. Er, Tm, Yb, Lu, and a 

misch metal mention — having — these — one sort — or two or more sorts can be included. 

[0035] The content (content) of R is made into 7.1 to 9.9 atom %. Even if coercive force sufficient by under 

7.1 atom % is not acquired but R adds Nb, there is little improvement in coercive force. On the other hand, 

if R exceeds 9.9 atom %, since the potential of magnetization will fall, sufficient flux density is no longer 

obtained. 

[0036] Here, as for R, it is desirable that they are the rare earth elements which are mainly concerned with 
Nd and/or Pr. The reason is effective [ these rare earth elements ] in order to raise the saturation 
magnetization of the hard magnetism phase which constitutes complex tissue (especially nano composite 
organization) and to realize coercive force good as a magnet. 

[0037] Moreover, as for R, it is desirable that the percentage is 5 - 75% to the whole R including Pr, and it 
is more desirable that it is 20 - 60%. It is because coercive force and square shape nature can be raised, 
without producing most lowering of a residual magnetic flux density as it is this range. 
[0038] Moreover, as for R, it is desirable that the percentage is 14% or less to the whole R including Dy. 
While being able to raise coercive force, without producing remarkable lowering of a residual magnetic flux 
density as it is this range, it is because improvement in the temperature characteristic (thermal stability) is 
also attained. 

[0039] Co is transition metals which have the same property as Fe. Although Curie temperature becomes 
high and the temperature characteristic improves by adding this Co (replacing a part of Fe), when the 
substitute ratio of Co to Fe exceeds 0.30, both coercive force and flux density show the inclination to fall. 
In 0.05-0.20, since not only the improvement in the temperature characteristic but the flux density itself 



improves, the substitute ratio of Co to Fe is still more desirable. 

[0040] B (boron) is an element effective in acquiring high magnetic properties, and the content is made into 
4.6 to 6.9 atom %. Square shape nature [ in / that B is under 4.6 atom % / a B-H (J-H) loop ] worsens. On 
the other hand, if B exceeds 6.9 atom %, a nonmagnetic phase will increase and flux density will decrease 
rapidly. 

[0041] Nb is an advantageous element for the improvement in coercive force, and the effect of the 
improvement in coercive force shows up notably in the range of 0.2 - 3.5 atom % especially. Moreover, in 
this range, it follows in footsteps of improvement in coercive force, and square shape nature and the 
maximum magnetic energy product also improve. Furthermore, it becomes good also about thermal 
resistance and corrosion resistance. However, as mentioned above, such an effect by Nb addition has R 
dramatically small at under 7.1 atom %. Moreover, if Nb exceeds 3.5 atom %, lowering of magnetization will 
arise. 

[0042] 0.2-3.5 atom % And another important effect by containing is that can make small irreversible 
susceptibility (chiirr) mentioned later, can improve an irreversible demagnetizing factor further, and 
magnetic thermal resistance (thermal stability) improves about Nb. Nb has few such effects and 
improvement in the coercive force mentioned above also has it under at 0.2% atom. [ little ] 
[0043] Although the Nb itself is not the new matter, in addition, in this invention In the magnet powder 
which consists of complex tissues which have a software magnetism phase and a hard magnetism phase as 
a result of repeating an experiment and research ** By making Nb contain in the range of 0.2 - 3.5 atom % 
The outstanding square shape nature, Irreversible susceptibility (chiirr) which can aim at improvement in 
coercive force, securing the maximum magnetic energy product and of which ** after-mentioned is done 
can be made small. ** ** which can aim at the improvement (reduction of an absolute value) of an 
irreversible demagnetizing factor — find out that four effects that good corrosion resistance can be held 
are acquired, especially that these effects are acquired simultaneously, and the meaning of this invention is 
in this point. 

[0044] In addition, although the range where Nb content is desirable is 0.2 to 3.5 atom % as mentioned 
above, as for the upper limit of this range, it is more desirable that it is 3.0 atom %, and it is still more 
desirable that it is 2.5 atom %. 

[0045] Moreover, in the alloy which constitutes magnet powder from an object of raising magnetic 
properties further, at least one sort of elements chosen from the group (this group is expressed with "Q" 
below) which consists of aluminum, Cu, Si, Ga, Ti, V, Ta, Zr, Mo, Hf, Ag, Zn, P, germanium, Cr, and W can 
also be contained if needed. When it contains the element belonging to Q, it is desirable that it is below 2 
atom %, as for the content, it is more desirable that it is 0.1 to 1.5 atom %, and it is still more desirable that 
it is 0.2 to 1 .0 atom %. 

[0046] Content of the element belonging to Q demonstrates the effect of the proper according to the class. 
For example, aluminum, Cu, Si, Ga, V, Ta, Zr, and Cr are effective in raising corrosion resistance. 
[0047] [Complex tissue] The magnet material serves as complex tissue which has a software magnetism 
phase and a hard magnetism phase again. 

[0048] This complex tissue (nano composite organization) exists by the pattern (model) as the software 
magnetism phase 10 and the hard magnetism phase 1 1 show to drawing 1 , drawing 2 , or drawing 3 , and 
the thickness and particle size of each phase exist on nano meter level (for example, 1-100nm). And the 
software magnetism phase 10 and the hard magnetism phase 1 1 adjoin each other, and a magnetic 
exchange interaction is produced. In addition, the pattern shown in drawing 1 - drawing 3 is an example, it 
is not restricted to these and the software magnetism phase 10 and the hard magnetism phase 11 may 
become reverse in the pattern shown in drawing 2 . 

[0049] Since magnetization of a software magnetism phase changes the sense easily according to an 
operation of an external magnetic field, if it is intermingled in a hard magnetism phase, the magnetization 
curve of the whole system will turn into a "snake die-bending line" which has a stage by the second **** 
of B-H drawing. However, when the size of a software magnetism phase is sufficiently as small as several 
10nm or less, magnetization of the software magnetic substance is restrained sufficiently strongly by 



association with magnetization of the surrounding hard magnetic substance, and the whole system comes 
to act as the hard magnetic substance. 

[0050] The magnet with such complex tissue (nano composite organization) mainly has the next features 
1-5. 

[0051] 1) By the second **** of B-H drawing (J-H drawing), magnetization carries out springback 
reversibly (it is also called a "spring magnet" in this semantics). 

2) Magnetization nature is good and can magnetize in a comparatively low magnetic field. 

3) Compared with the case where the temperature dependence of magnetic properties is hard magnetism 
phase independent, it is small. 

4) Aging of magnetic properties is small. 

5) Even if it pulverizes, magnetic properties do not deteriorate. 

[0052] In the aMoy presentation mentioned above, a hard magnetism phase and a software magnetism 
phase serve as the following, for example. 

[0053] Hard magnetism phase: An R2TM14B system (however, TM, Fe, or Fe and Co) or an R2 (TM, 
Nb)14B system (or an R2 (TM, Q)14B system, an R2 (TM, Nb, Q)14B system) 

Software magnetism phase: TM (especially alpha-Fe, alpha- (Fe, Co)) or the alloy phase of TM and Nb, the 
compound phase of TM and B, the compound phase (or phase containing such Q) of TM, and B and Nb 
[0054] As for the magnet powder of [manufacture of magnet powder] this invention, it is desirable to be 
manufactured by quenching a molten metal alloy, and it is desirable to grind the quenching thin band 
(ribbon) which quenched, solidified the molten metal of an alloy and was obtained especially, and to be 
manufactured. Hereafter, an example of the method is explained. 

[0055] The perspective diagram showing the example of a configuration of the equipment (quenching thin 
band manufacturing installation) which manufactures a magnet material with the quenching method with 
which the single roll was used for drawing 4 , and drawing 5 are the cross-section side elevations showing 
the condition near the collision part to the cooling roller of the molten metal in the equipment shown in 
drawing 4 . 

[0056] As shown in drawing 4 , the quenching thin band manufacturing installation 1 is equipped with the 
barrel 2 which can contain a magnet material, and the cooling roller 5 which rotates in the direction of 
drawing Nakaya mark 9A to this barrel 2. The nozzle (orifice) 3 which injects the molten metal of a magnet 
material (alloy) is formed in the soffit of a barrel 2. 

[0057] Moreover, by arranging the coil 4 for heating at an about three nozzle [ of a barrel 2 ] periphery, and 
impressing a RF to this coil 4, the inside of a barrel 2 is heated (induction heating), and the magnet material 
in a barrel 2 is changed into a melting condition. 

[0058] The cooling roller 5 consists of a base 51 and a surface layer 52 which forms the peripheral surface 
53 of a cooling roller 5. 

[0059] The component of a base 51 may consist of construction material which may really consist of same 
construction material as a surface layer 52, and is different in a surface layer 52. 

[0060] Although especially the component of a base 51 is not limited, it is desirable to consist of metallic 
materials with high thermal conductivity like copper or a copper system alloy so that the heat of a surface 
layer 52 can be radiated more quickly. 

[0061] Moreover, a surface layer 52 has thermal conductivity equivalent to a base 51. or it is desirable to 
consist of materials lower than a base 51. As an example of a surface layer 52, a metal thin layer or 
metallic-oxide layers, such as Cr, and the ceramics are mentioned. 

[0062] As ceramics, the ceramics of carbide systems, such as nitride system ceramics, such as oxide 
system ceramics, such as aluminum 203, Si02 and Ti02, Ti203, Zr02, Y203, barium titanate, and 
strontium titanate, AIN, Si3N4, and TiN, BN, graphite, SiC and ZrC, aluminum4C3, and CaC2, WC, or the 
compound ceramics which combined two or more [ of these ] with arbitration is mentioned, for example. 
[0063] Such a quenching thin band manufacturing installation 1 is installed in a chamber (not shown), and 
operates in the condition of having filled up with inert gas or other controlled atmospheres preferably in 
this chamber. In order to prevent oxidation of the quenching thin band 8 especially, as for a controlled 



atmosphere, it is desirable that it is inert gas, such as for example, argon gas, gaseous helium, and nitrogen 
gas. 

[0064] When magnet ingredients (alloy) are paid in a barrel 2, and it heats with a coil 4, it fuses in the 
quenching thin band manufacturing installation 1 and the regurgitation of the molten metal 6 is carried out 
from a nozzle 3, as shown in drawing 5 , a molten metal 6 After colliding with the peripheral surface 53 of a 
cooling roller 5 and forming a paddle (cold slug well) 7, it is cooled quickly, and solidifies, being dragged by 
the peripheral surface 53 of the rotating cooling roller 5, and the quenching thin band 8 is formed 
continuously or intermittently. Thus, soon, the roll side 81 separates from a peripheral surface 53, and the 
formed quenching thin band 8 runs in the direction of arrow head 9B in drawing 4 . In addition, a dotted line 
shows the coagulation interface 71 of a molten metal among drawing 5 . 

[0065] Although the suitable range changes with wettability to the presentation of an alloy molten metal, 
and the molten metal 6 of a peripheral surface 53 etc., because of the improvement in magnetic properties, 
as for the peripheral velocity of a cooling roller 5, it is desirable that it is 1-60m/second, and it is usually 
more desirable that it is 5-40m/second. The inclination for the diameter of crystal grain to increase is 
shown, and if the peripheral velocity of a cooling roller 5 is too quick conversely, even if most will serve as 
an amorphous organization and it will add heat treatment after that in any case, it becomes impossible for 
thickness t of the quenching thin band 8 to become thick depending on the volumetric flow rate ( volume of 
the molten metal breathed out by per unit time amount) of the quenching thin band 8, if the peripheral 
velocity of a cooling roller 5 is too slow, and to desire improvement in magnetic properties. 
[0066] In addition, to the obtained quenching thin band 8, heat treatment can also be performed once [ at 
least ], for example for acceleration of recrystallization of an amorphous organization, and homogenization 
of an organization. As conditions for this heat treatment, it is 400-900 degrees C, and is about 0.5 - 300 
minutes, for example. 

[0067] Moreover, in order to prevent oxidation, as for this heat treatment, it is desirable to carry out in a 
non-oxidizing atmosphere like [ under a vacuum or a reduced pressure condition (for example, 1x10-1 - 
1x10-6Torr) or in inert gas, such as nitrogen gas, argon gas, and gaseous helium, ]. 
[0068] The quenching thin band (thin band-like magnet material) 8 obtained by the above manufacture 
methods serves as a fine crystal organization or an organization where a fine crystal is contained during an 
amorphous organization, and outstanding magnetic properties are acquired. And the magnet powder of this 
invention is obtained by grinding this quenching thin band 8. 

[0069] Especially the method of grinding is not limited, for example, can be performed using various grinding 
equipments, such as a ball mill, a vibration mill, a jet mill, and a pin mill, and shredding equipment. In this 
case, grinding can also be performed in a non-oxidizing atmosphere like [ under a vacuum or a reduced 
pressure condition (for example, 1x10-1 - 1x10-6Torr) or in inert gas, such as nitrogen gas argon gas, and 
gaseous helium, ], in order to prevent oxidation. 

[0070] Although especially the mean particle diameter of magnet powder is not limited, in the case of the 
thing for manufacturing the isotropic bond magnet mentioned later, in consideration of antioxidizing of 
magnet powder, and prevention of the magnetic-properties deterioration by grinding, its about 0.5-150 
micrometers are desirable, its about 0.5-80 micrometers are more desirable, and its about 1-50 
micrometers are still more desirable. 

[0071] Moreover, in order to obtain the better moldability at the time of shaping of a bond magnet, the 
particle size distribution of magnet powder has that desirable which is distributed to some extent (there is 
variation). When the void content of the obtained bond magnet can be reduced by this, consequently the 
content of the magnet powder in a bond magnet is made the same, the density and the mechanical 
strength of a bond magnet can be raised more, and magnetic properties can be improved further. 
[0072] In addition, to the obtained magnet powder, it can also heat-treat for the purpose of clearance of 
the effect of the strain introduced by grinding, and control of the diameter of crystal grain, for example. As 
conditions for this heat treatment, it is 350-850 degrees C, and is about 0.5 - 300 minutes, for example. 
[0073] Moreover, in order to prevent oxidation, as for this heat treatment, it is desirable to carry out in a 
non-oxidizing atmosphere like [ under a vacuum or a reduced pressure condition (for example, 1x10-1 - 



1x10-6Torr) or in inert gas, such as nitrogen gas, argon gas, and gaseous helium, ]. 

[0074] When a bond magnet is manufactured using the above magnet powder, such magnet powder has 
good affinity (wettability of joint resin) with joint resin, therefore this bond magnet has a high mechanical 
strength, and it becomes the thing excellent in thermal stability (thermal resistance) and corrosion 
resistance. Therefore, the magnet powder concerned fits manufacture of a bond magnet. 
[0075] In addition, above, as a quenching method, although the single rolling method was explained to the 
example, the congruence rolling method may be adopted, moreover — in addition, the atomizing method 
like for example, gas atomization, a revolution disc method, the melt extra cushion method, and mechanical 
alloying (MA) — you may manufacture by law etc. Since such a quenching method can make a metal 
texture (crystal grain) detailed, it is effective in raising the magnet property of a bond magnet, especially 
coercive force, etc. 

[0076] [A bond magnet and its manufacture], next the isotropic bond magnet (only henceforth a "bond 
magnet") of this invention are explained. 

[0077] The bond magnet of this invention comes to join the above-mentioned magnet powder together by 
joint resin preferably. 

[0078] As joint resin (binder), any of thermoplastics and thermosetting resin are sufficient. 
[0079] As thermoplastics, for example A polyamide (example: nylon 6, Nylon 46, Nylon 66, Nylon 610, Nylon 
612, Nylon 11, Nylon 12, Nylon 612, nylon 6 -66), Liquid crystal polymers, such as thermoplastic polyimide 
and aromatic polyester, polyphenylene oxide, Polyolefines, such as polyphenylene sulfide, polyethylene, 
polypropylene, and an ethylene-vinylacetate copolymer, Denaturation polyolefine, a polycarbonate, 
polymethylmethacrylate, Polyester, such as polyethylene terephthalate and polybutylene terephthalate, The 
copolymer which is mainly concerned with these, a blend object, a polymer alloy, etc. are mentioned, and a 
polyether, a polyether ether ketone, polyether imide, polyacetal, etc. can mix and use 1 of sorts of these, 
and two sorts or more. 

[0080] Also among these, especially the moldability is excellent, and since the mechanical strength is high, 
that which is mainly concerned with a liquid crystal polymer and polyphenylene sulfide from the point of a 
polyamide and heat-resistant improvement is desirable. Moreover, these thermoplastics is excellent also in 
kneading nature with magnet powder. 

[0081] Such thermoplastics has the advantage that selection wide range like what thought the moldability 
as important, and the thing which thought thermal resistance and a mechanical strength as important is 
attained by the class, copolymerization-ization, etc. 

[0082] On the other hand, as thermosetting resin, various epoxy resins, such as a bisphenol mold, a novolak 
mold, and a naphthalene system, phenol resin, a urea resin, melamine resin, polyester (unsaturated 
polyester) resin, polyimide resin, silicone resin, polyurethane resin, etc. are mentioned, and 1 of sorts of 
these and two sorts or more can be mixed and used, for example. 

[0083] From the point of especially the moldability being excellent also among these, and a mechanical 
strength being high and excelling in thermal resistance, an epoxy resin, phenol resin, polyimide resin, and 
silicone resin are desirable, and especially an epoxy resin is desirable. Moreover, these thermosetting resin 
is excellent also in kneading nature with magnet powder, and the homogeneity of kneading. 
[0084] In addition, the thing of a solid [ thing / liquefied ] (powdered) is sufficient as the thermosetting 
resin (un-hardening) used at a room temperature. 

[0085] Such a bond magnet of this invention is manufactured as follows, for example. Magnet powder, joint 
resin, and the need are accepted, and additives (an anti-oxidant, lubricant, etc.) are mixed, it kneads (for 
example, kneading between **), the constituent for bond magnets (compound) is manufactured, and it 
fabricates in a desired magnet configuration all over a non-magnetic field using this constituent for bond 
magnets by the shaping methods, such as compression molding (press forming), extrusion molding, and 
injection molding. When joint resin is thermosetting resin, it is hardened with heating etc. after shaping. 
[0086] Here, by these shaping methods, although there is an advantage, like whenever [ configuration 
option ] is large among said three sorts of shaping methods as for extrusion molding and injection molding 
(especially injection molding), and productivity is high, since fluidity with the compound sufficient in order to 



obtain a good moldability in a making machine must be secured, compared with compression molding, 
densification of making [ many ] the content of magnet powder, i.e., the bond magnet, cannot be carried out. 
However, in this invention, since high flux density is obtained, therefore the magnetic properties which were 
excellent even if it did not carry out densification of the bond magnet are acquired so that it may mention 
later, the advantage is enjoyable also to the bond magnet manufactured by extrusion molding and injection 
molding. 

[0087] Especially the content (content) of the magnet powder in a bond magnet is not limited, but is usually 
determined in consideration of coexistence with the shaping method, and a moldability and high magnetic 
properties. It is desirable that it is about 75-99. 5wt%, and, specifically, it is more desirable that it is about 
85-97.5wt%. 

[0088] Although the bond magnet was especially manufactured by compression molding, as for the content 
of magnet powder, to a case, it is desirable that it is about 90-99. 5wt%, and it is more desirable to it that it 
is about 93-98.5wt%. 

[0089] Moreover, although the bond magnet was manufactured by extrusion molding or injection molding, as 
for the content of magnet powder, to a case, it is desirable that it is about 75-98wt%, and it is more 
desirable to it that it is about 85-97wt%. 

[0090] The density rho of a bond magnet is determined by factors, such as specific gravity of the magnet 
powder contained in it, a content of magnet powder, and a void content. In the bond magnet of this 
invention, although especially the density rho is not limited, it is desirable that it is about three 5.3 - 6.6 
Mg/m, and it is more desirable that it is about three 5.5 - 6.4 Mg/m. 

[0091] Since the flux density of magnet powder and coercive force are large, even when it fabricates to a 
bond magnet in this invention, and there are many contents of magnet powder and there are [ not to 
mention ] comparatively few contents, by it, outstanding magnetic properties (especially high maximum 
magnetic energy (product BH) max) are acquired. 

[0092] the configuration of the bond magnet of this invention, especially a size, etc. are limited — not 
having — for example, a configuration — being related — cylindrical and a prismatic form — the thing of 
all configurations, such as cylindrical (the shape of a ring), circular, plate-like, and bow tabular, is possible, 
and the thing of all magnitude is possible also for the magnitude from a large-sized thing to a micro thing. It 
is as stating frequently in this description that it is especially advantageous to the magnet miniaturized and 
microminiaturized. 

[0093] Since it is such, as for the bond magnet of this invention, it is desirable that multi-electrode 
magnetization is presented or multi-electrode magnetization is carried out. 

[0094] In the demagnetization curve in J-H drawing (drawing which took magnetization (J) along the axis of 
ordinate, and took the magnetic field (H) along the horizontal axis) where the above bond magnets of this 
invention express the magnetic properties in a room temperature The irreversible susceptibility (chiirr) at 
the time of measuring an intersection with the straight line a passage and whose inclination (J/H) are - 
3.8x10 - 6H/m about the zero in J-H drawing as a starting point is 5.0x10 - 7H/m or less. Furthermore, it 
has the magnetic properties (magnetic engine performance) that the proper coercive force (HcJ) in a room 
temperature is 320 - 720 kA/m. Hereafter, sequential explanation is given about the relation between 
irreversible susceptibility (chiirr), proper coercive force (HcJ) and a residual magnetic flux density (Br), and 
density (rho). 

[0095] With [irreversible susceptibility] irreversible susceptibility (chiirr) As shown in drawing 6 , in the 
demagnetization curve in J-H drawing, the inclination of the tangent of the demagnetization curve 
concerned in a certain point P is made into differential susceptibility (chidif). When the inclination (slope of 
a line which connects the ends of a recoiling curve) of the recoiling curve concerned at the time of once 
reducing the magnitude of a demagnetizing field from said point P, and making a recoiling curve draw is 
made into reversible susceptibility (chirev), what is expressed with a degree type (unit: a henry/m) is said. 
[0096] Irreversible susceptibility (chiirr) = differential susceptibility (chidif)-reversible susceptibility (chirev) 
In addition, in this invention, the intersection with the straight line y a passage and whose inclination (J/H) 
are -3.8x10 - 6H/m about the zero in J-H drawing was made into said point P in the demagnetization 



curve in J-H drawing. 

[0097] In this invention, the reason for having defined the upper limit of the irreversible susceptibility 
(chiirr) in a room temperature in 5.0x10 - 7H/m is as follows. 

[0098] As mentioned above, since irreversible susceptibility (chiirr) is what shows the rate of change over 
the magnetic field of the magnetization which does not return even if it decreases that absolute value once 
it applies a demagnetizing field, it can aim at improvement in the thermal stability of a bond magnet, 
especially reduction of the absolute value of an irreversible demagnetizing factor by holding down this 
irreversible susceptibility (chiirr) to a to some extent small value. In the range of the irreversible 
susceptibility (chiirr) in this invention, the absolute value becomes about 5% or less, and, as for the 
irreversible demagnetizing factor when returning a bond magnet to a room temperature after leaving it 
under the environment of for example, 100 degree-Cx 1 hour, it is actually acquired, thermal resistance, i.e., 
thermal stability, sufficient practically (setting especially to the activity of a motor etc.). 
[0099] On the other hand, if irreversible susceptibility (chiirr) exceeds m in 5.0x10 - 7H /, the absolute 
value of an irreversible demagnetizing factor will increase and sufficient thermal stability will not be 
acquired. Moreover, since square shape nature worsens while proper coercive force becomes low, in the 
actual activity of a bond magnet, it will be restricted to an activity for the use [ like ] to which a permeance 
coefficient (Pc) becomes large (for example, Pc>=5). Moreover, lowering of coercive force also becomes 
bringing about lowering of thermal stability. 

[0100] Although the reason for having defined the irreversible susceptibility (chiirr) in a room temperature 
in 5.0x10 - 7H/m or less is as above, the smallest possible value is desirable, therefore as for irreversible 
susceptibility (chiirr), it is more desirable that irreversible susceptibility (chiirr) is 4.5x10 - 7H/m or less in 
this invention, and it is still more desirable that it is 4.0x10 - 7H/m or less. 

[0101] The proper coercive force (He J) in the room temperature of a [proper coercive force] bond magnet 
is 320 - 720 kA/m. Especially, 400 - 640 kA/m is more desirable. 

[0102] If proper coercive force (He J) exceeds said upper limit, magnetization nature will be inferior and 
sufficient flux density will not be obtained. 

[0103] Demagnetization when a reverse magnetic field, on the other hand, starts that proper coercive force 
(HcJ) is said under lower limit depending on the use of a motor becomes remarkable, and hot thermal 
resistance is inferior. Therefore, even when carrying out multi-electrode magnetization etc. to a bond 
magnet (especially cylindrical magnet) by making proper coercive force (HcJ) into the above-mentioned 
range and sufficient magnetization magnetic field is not obtained, good magnetization is attained, sufficient 
flux density is obtained, and a highly efficient bond magnet, especially the bond magnet for motors can be 
offered. 

[0104] It is desirable to satisfy the relation of the following type (I) between the [relation between residual 
magnetic flux density Br and density rho] residual magnetic flux density Br (T) and density rho (Mg/m3). 
[0105] 

0.125 <= Br/rho [x10-6 T-m3/g] ... (I) 

Moreover, it is more desirable to satisfy a formula (II) instead of a formula (I), and it is still more desirable 

to satisfy a formula (HI). 

[0106] 

0.128 <= Br/rho [x10-6 T-m3/g] <=0.16 ... (II) 
0.1 3 <= Br/rho [x10-6 T-m3/g] <=0.1 55 ... (Ill) - 

Unless magnetic density is that the value of Br/rho [x10-6 T~m3/g] is under a lower limit in said formula 
highly (i.e., if the content (content) of magnet powder is not made high), sufficient flux density is not 
obtained. In such a case, the problem of lowering of the moldability by constraint of the shaping method, a 
raise in cost, and reduction of joint resin is caused. Moreover, in order to obtain fixed flux density, volume 
will increase, and the miniaturization of a device becomes difficult. 

[0107] As for the bond magnet of this invention, it is still more desirable to satisfy the conditions described 

below about the maximum magnetic energy product and an irreversible demagnetizing factor. 

[0108] The [maximum magnetic energy (product BH) max] maximum magnetic energy product (BH) It is 



desirable that they are three or more 60 kJ/m f as for max, it is more desirable that they are three or more 
65 kJ/m, and it is still more desirable that it is 70 - 130 kJ/m3. The maximum magnetic energy product 
(BH) When it uses that max is less than three 60 kJ/m for motors, sufficient torque is not acquired 
depending on the class and structure. 

[0109] It is desirable that it is 6.2% or less, as for the absolute value of a [irreversible demagnetizing- 
factor] irreversible demagnetizing factor (initial demagnetizing factor), it is more desirable that it is 5% or 
less, and it is still more desirable that it is 4% or less. Thereby, the bond magnet excellent in thermal 
stability (thermal resistance) is obtained. 
[0110] 

[Example] Hereafter, the concrete example of this invention is explained. 

[01 1 1] (Example 1) The magnet powder (seven sorts of magnet powder to which the Nb content w was 
changed variously) by which an alloy presentation is expressed with a method which is described below by 
8.7(Nd0.7Pr0.25Dy0.05) FebalCo7.0B5.6Nbw was obtained. 

[01 12] First, weighing capacity of each raw material of Nd, Pr, Dy, Fe, Co, B, and Nb was carried out, the 
hardener ingot was cast, and about 15g sample was started from this ingot. 

[01 13] The quenching thin band manufacturing installation 1 of a configuration of being shown in drawing 4 
and drawing 5 was prepared, and said sample was put in in the quartz tube which formed the nozzle 
(circular-hole orifice: orifice diameter of 0.55mm) 3 in the pars basilaris ossis occipitalis. After deaerating 
the inside of the chamber by which the quenching thin band manufacturing installation 1 is contained, inert 
gas (argon gas) was introduced and it considered as a desired temperature and the ambient atmosphere of 
a pressure. 

[01 14] What formed the surface layer 52 with a thickness of about 5 micrometers it is thin on the periphery 
of the copper base 51 from WC as a cooling roller 5 (diameter of 200mm) was used. 

[01 15] Then, the ingot sample in a quartz tube was dissolved by high-frequency induction heating, further, 
the injection pressure (differential pressure of the internal pressure of a quartz tube and ambient pressure) 
of a molten metal and the peripheral velocity of a cooling roller were adjusted, and the quenching thin band 
was produced. 

[01 16] After carrying out coarse grinding of the obtained quenching thin band, heat treatment for 710 
degree-Cx 300 seconds was performed in the argon gas ambient atmosphere, and magnet powder was 
obtained. 

[0117] Next, for grain refining, the grinder (RAIKAI machine) was used further, and this magnet powder was 
ground in argon gas, and was used as magnet powder with a mean particle diameter of 60 micrometers. 
[01 18] About each obtained magnet powder, in order to analyze the phase configuration, the X diffraction 
was performed at 20 degrees - 60 degrees of angle of diffractions using Cu-Kalpha. The diffraction peak of 
the R2 (Fe-Co)14B type phase which is a hard magnetism phase, and alpha- (Fe, Co) type phase which is a 
software magnetism phase could be checked from the diffraction pattern, and forming complex tissue (nano 
composite organization) was checked by each from the observation result by the transmission electron 
microscope (TEM). 

[01 19] as a small amount of hydrazine system anti-oxidant and lubricant to this magnet powder as 

[ polyamide resin (Nylon 12) ] — mixing — these — 225degree-Cx — for 15 minutes, it kneaded and the 

constituent for bond magnets (compound) was produced. At this time, the rate of a compounding ratio 

(weight ratio) of magnet powder and polyamide resin (Nylon 12) was made into the value almost equal about 

each bond magnet. That is, the content (content) of the magnet powder in each bond magnet was about 97 

wt(s)%. 

[0120] Subsequently, this compound was ground, it presupposed that it is granular, and weighing capacity 
of this granular object was carried out, it was filled up in the metal mold of press equipment, compression 
molding (inside of a non-magnetic field) was carried out by the temperature of 210 degrees C, and pressure 
800MPa, and the isotropic bond magnet of the shape of a cylinder with a diameter [ of 10mm ] x height of 
7mm was obtained, the density rho of each bond magnet — Archimedes — it measured by law. The result 
was shown in a table 1. 



[0121] About <assessment of magnetic-properties and irreversible susceptibility> each bond magnet, after 
giving pulse magnetization by magnetic-field-intensity 3.2 MA/m, magnetic properties (a residual magnetic 
flux density Br, the proper coercive force HcJ, maximum magnetic energy (product BH) max) were 
measured by maximum impression magnetic field 2.0 MA/m with the account fluxmeter of ****** (the Toei 
Industry make, TRF-5BH). The temperature at the time of measurement was 23 degrees C (room 
temperature). 

[0122] the demagnetization curve of J-H drawing obtained as shown in drawing 7 — setting — a zero — a 
passage — an inclination (J/H) - the intersection P with the straight line which is 3.8x10 - 6H/m was 
made into the starting point, once it changed the magnetic field from here to 0, it had returned again and 
the recoiling curve was drawn, and it asked for the inclination (slope of a line which connects the ends of a 
recoiling curve) of this recoiling curve as reversible susceptibility (chirev). Moreover, it asked for the 
inclination of the tangent of the demagnetization curve in said intersection P as differential susceptibility 
(chidif). It asked for the irreversible susceptibility (cHiirr) in a room temperature as chi irr=chi dif-chi rev. 
These results are shown in the following table 1. 

[0123] <heat-resistant assessments next the thermal resistance (thermal stability) of each of said bond 
magnet (a diameter [ of 10mm ] x height of 7mm — cylindrical) were investigated. This thermal resistance 
measured and evaluated the irreversible demagnetizing factor at the time of returning to a room 
temperature (initial demagnetizing factor), after holding the bond magnet under the environment of 100 
degree-Cx 1 hour. The result is shown in the following table 1. It excels in thermal resistance (thermal 
stability), so that the absolute value of an irreversible demagnetizing factor (initial demagnetizing factor) is 
small. 



[0124] 

[A table 1 ] 
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[0125] As shown in the Comprehensive assessment table 1, the Nb content w in magnet powder is 0.2 to 
3.5 atom %. Irreversible susceptibility (chiirr) the isotropy bond magnet (No.2-No.6) of 5.0x10 - 7H/m or 
less It has the magnetic properties (a residual magnetic flux density, proper coercive force, the maximum 
magnetic energy product) which were excellent in all, since the absolute value of an irreversible 
demagnetizing factor is also small, thermal resistance (thermal stability) is high, and magnetization nature is 
also still better. 

[0126] Since it is above, according to this invention, it is highly efficient and a reliable (especially thermal 
resistance) bond magnet can be offered. When a bond magnet is especially used as a motor, the high 
engine performance is demonstrated. 

[0127] (Example 2) The magnet powder by which an alloy presentation is expressed with 
8.9(Nd0.75Pr0.20Dy0.05) Feba!Co6.9B5.5Nb1.5 was obtained like the example 1. 

[0128] as a small amount of hydrazine system anti-oxidant and lubricant to the obtained magnet powder as 
[ polyamide resin (Nylon 12) ] — mixing — these — 200-230degree~Cx — for 15 minutes, it kneaded and 
the constituent for bond magnets (compound) was produced. At this time, various contents (content) of 
the magnet powder in a bond magnet were changed, and seven kinds of compounds were obtained. 
[0129] in this way, the thing pressed all over a non-magnetic field among the obtained compounds after 
[ what / has comparatively many contents of magnet powder ] grinding and being granular — moreover, 
about what has the comparatively few content of magnet powder, after grinding and being granular, it 
considered as the bond magnet by injection molding all over a non-magnetic field. 



[0130] in addition, the size of a bond magnet — each — a diameter [ of 10mm ] x height of 7mm — it was 
presupposed that it is cylindrical. 

[0131] Compression molding was filled up with the granular object in the metal mold of press equipment, 
and performed it by the temperature of 210-220 degrees C, and pressure 800MPa. Injection molding 
fabricated the die temperature at the time of shaping by considering as 230-280 degrees C in 90 degrees C 
and the temperature in a injection cylinder. 

[0132] Thus, about each obtained bond magnet, measurement of magnetic properties and a heat-resistant 
trial were performed like the example 1. These results are shown in a table 2. 
[0133] 
[A table 2] 



[0134] While crossing the bond magnet of this invention to the range where density rho is large and having 
outstanding magnetic properties (a residual magnetic flux density Br, maximum magnetic energy (product 
BH) max, and coercive force HcJ), an irreversible demagnetizing factor is small and it excels also in thermal 
stability (thermal resistance), so that clearly from the <comprehensive assessment> table 2. 
[0135] Although especially the bond magnet of this invention has the magnetic properties which were 
excellent in the case of the bond magnet of low density which is obtained by injection molding (when there 
are few contents of magnet powder), it is presumed that this is for the following reasons. 
[0136] If there are many contents of low density, i.e., joint resin, the fluidity of the compound at the time of 
kneading and shaping will become high. Therefore, it becomes possible to knead magnet powder and joint 
resin in low temperature and a short time comparatively, and these equalization at the time of kneading can 
be attained easily. Moreover, if the fluidity of a compound is high, it will become possible to also perform 
shaping comparatively simple in low temperature and a short time. That is, a process condition can be 
eased. Consequently, at the time of kneading, deterioration (oxidation etc.) of the magnet powder at the 
time of shaping can be suppressed to the minimum, therefore, the bond magnet of high magnetic properties 
is obtained and a moldability also improves. 

[0137] Moreover, if the fluidity of a compound is high, the void content of the bond magnet obtained can be 
made low, and, therefore, magnetic properties will also improve with improvement in a mechanical strength. 
[0138] (Example 3) Using each magnet powder obtained in the example 1 f like the example 1, the isotropic 
bond magnet [ being cylindrical (the shape of a ring) ] with an outer-diameter [ of 22mm ] x bore [ of 
20mm ] x height of 4mm was manufactured, and multi-electrode magnetization of each obtained bond 
magnet was carried out on the eight poles. The current value passed in a magnetization coil in the case of 
magnetization was set to 1 6kA. 

[0139] In addition, at this time, the magnitude of the magnetization magnetic field taken to attain 90% of 

rates of magnetization was comparatively small, and, therefore, magnetization nature was good. 

[0140] Thus, the spindle motor for CD-ROM was assembled, using each magnetized bond magnet as a Rota 

magnet. 

[0141] In each spindle motor for CD-ROM, the reverse electromotive voltage generated in the coil coil 
when rotating Rota by 1000rpm was measured. Consequently, as for each motor using the bond magnet of 
sample No.2~No.6 (this invention), more than 0.96V and a value high 20% or more were acquired to the 
voltage of the motor using the bond magnet of sample No.1 and No. 7 (all are the examples of a comparison) 
having been less than [ 0.80V ]. 

[0142] Consequently, when the bond magnet of this invention was used, it was checked that the motor of 
high performance can be manufactured. 



[0143] Except having manufactured the bond magnet by extrusion molding (content of the magnet powder 
in a bond magnet: 92 - 95wt%), when the bond magnet and motor of this invention were manufactured like 
the above-mentioned examples 1-3 and the performance evaluation was performed, the same result as the 
above was obtained. 

[0144] Except having manufactured the bond magnet with injection molding (content of the magnet powder 
in a bond magnet: 90 - 93wt%), when the bond magnet and motor of this invention were manufactured like 
the above-mentioned examples 1-3 and the performance evaluation was performed, the same result as the 
above was obtained. 
[0145] 

[Effect of the Invention] According to this invention, the following effects are acquired as stated above. 
[0146] - By having the complex tissue which magnet powder carries out specified quantity content of the 
Nb, and has a software magnetism phase and a hard magnetism phase, magnetization is high, outstanding 
magnetic properties are demonstrated and proper coercive force and square shape nature are improved 
especially. 

[0147] - The absolute value of an irreversible demagnetizing factor is small, and the outstanding thermal 
resistance (thermal stability) is obtained. 

[0148] - Since high flux density is obtained, even if it is isotropy, a bond magnet with high magnetic 
properties is obtained. Since the magnetic engine performance more than equivalent can be especially 
demonstrated with the bond magnet of smaller volume compared with the isotropic conventional bond 
magnet, it becomes it is more small and possible to obtain the motor of high performance. 
[0149] - Since high flux density is obtained again, on the occasion of manufacture of a bond magnet, even 
if it does not pursue densification, magnetic properties high enough can be acquired, consequently further 
improvement dimensional accuracy, a mechanical strength, corrosion resistance, heat-resistant (thermal 
stability) can be aimed at with improvement in a moldability, and it becomes possible to manufacture a 
reliable bond magnet easily. 

[0150] - Since magnetization nature is good, it can magnetize in a lower magnetization magnetic field, and 
multi-electrode magnetization etc. can especially be ensured [ easily ], and it can obtain high flux density. 
[0151] - Since densification is not required, it is suitable also for manufacture of the bond magnet by the 
extrusion method and injection-molding method which shaping of high density cannot carry out easily 
compared with compression forming, and an effect which was mentioned above is acquired ajso with the 
bond magnet fabricated by such shaping method. Therefore, whenever [ width-efface / of selection of the 
shaping method of a bond magnet / and configuration according to it further option ] spreads. 
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* NOTICES * 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

1 This document has been translated by computer. So the translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



DESCRIPTION OF DRAWINGS 



[Brief Description of the Drawings] 

[Drawing 1] It is drawing showing typically an example of complex tissue (nano composite organization) in 
the magnet powder of this invention. 

[Drawing 2] It is drawing showing typically an example of complex tissue (nano composite organization) in 
the magnet powder of this invention. 

[Drawing 3] It is drawing showing typically an example of complex tissue (nano composite organization) in 
the magnet powder of this invention. 

[Drawing 4] It is the perspective diagram showing the example of a configuration of the equipment 

(quenching thin band manufacturing installation) which manufactures a magnet material. 

[Drawing 5] It is the cross-section side elevation showing the condition near the collision part to the 

cooling roller of the molten metal in the equipment shown in drawing 4 . 

[Drawing 6] It is drawing (J-H drawing) for explaining irreversible susceptibility. 

[Drawing 7] It is J-H drawing showing a demagnetization curve and a recoiling curve. 

[Description of Notations] 

1 Quenching Thin Band Manufacturing Installation 

2 Barrel 

3 Nozzle 

4 Coil 

5 Cooling Roller 

51 Roll Base Material 

52 Surface Layer 

53 Peripheral Surface 

6 Molten Metal 

7 Paddle 

71 Coagulation Interface 

8 Quenching Thin Band 
81 Roll Side 

9A Arrow head 
9B Arrow head 

10 Software Magnetism Phase 

1 1 Hard Magnetism Phase 
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[4#fF!»3£©«gB] 

[«f*3SU R x (Fei-yCoy) i00-x-z-w B z N t) ff 
Ctfc'U Rtt, '>U< tt> \m<T>^±m7tM. x: 
7. 1~9. 911^%, y:0~0. 3 0, z : 4. 6 
~6. 9^%, w: 0. 2~3. 5I«) 

*g^»Bifi^Ljfc#LT*>&tt#>Fa5fcb;fcfc 
*,--£aT?©a$SW«4&*f-J -HBTCWSlWdt:* 

HT« W83 J -H04 , ©Jgu££j!D. (J/ 
H) **-3. 8 X 1 0-6A>U-/mT*5I^t©X 

(Xi rr ) 30*5. OxlO-K>U-/mttm?, 

£j&T©H*r«a*H c jj&«3 2 0 — 7 2 0 k A 

[»#Jg2] 16£ttB£i!£Lj£»L.T*flEp [Mg 

/m3] '©^ttsHvpiEti/fct*. iiatcig 

ISMB r [T] *i, Br/p [x 1 0"6t -m3/ 
g] 0 . 1.2 5 OH*6«£t5i!*ai fcC«©« 

[»*«3] aS8**», »^»IB"tS^-brit»UT 

*) ©»*#«** 6. 2%«TT?*5B!*HlSifc»2K: 
ffi«c©a5«&*. 

[If*3(4] fflHERtt. Ndi5<fctf/£fc«P r £3= 
£T*#±JH7G*-C»SBI 1 3 <DV^n*MC 

f2S£©a5*&*o 

[^S5] flMBRtt. P r ^©ffl^WfS 
R4*CJ*l5'v7 5XT*S»3&Blfc^L4©t>f 

[Mf#S6] ffiBRtt. Dy^*> *-©W£*«fae 

R^#cMti 4%«T"p**ai*ai&v»u5©i»'r 

nfcd?&*#£»ttLT#&n;fc*>©T**Bi*K 1 & 
©v»f n*»frE«©«S»*. 

[M^SIO] ¥i%tt£rt*0. 5~1 5 0 

in^aii] BM&Hiftnui o©v»rn*»cE* 
[w^s i2] n b *#fl-r*ats»*&ts^»iBT 
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2 

T, flftej-HH+CEt/SSaO, *0«*-<J/H) 
#-3. 8 X 1 0~6's>iJ— /mT*sa»t©55jS'* 
m56jfiitbTl!lffiUrfc«^©^Blie*«l* (xirr) ** 
5. OxlO-K>U-/m£HraD, 
T©Hfl"ffifi8*H c j*« 320~720k A/mTJ&5 £ 

[»*ai3] **tt#>H«5©*K*p [M-g/ 
m3] fcbfcfc*, ^»T©a«*m«fl[B r [T] 

• • - 7&t, B r / p ^ 0-.- 12-5 [X 1 0" 6-T -m3/ g ] ©M 
io ff *»JB-r«il*B 1 2 KE*©*#ttJl?> H«5. 
[«tai4] Stlf5m5^*«, R-TM-B-Nb 

(fc/£U Rtt. £ t> 1 a©S±JB7G*. 

1 2 1 3 fcB*©#;frtt#> 

[»#« i 5 ] T"i»«a* «<ni8Ma*) ©se*fffl 

1 6 ] «HE«5»*tt, V 7 h^ttffi fc/W 

20 jRSl 2 fcV»L 1 5©Vi-rn^tCfB«©^tt#>h*a 
5. 

[i*ii7] #«»ate#sft*» gfctt£S*a 

1 7©Vs-fn*»lcE«©«>Ertt#>h*a5. 

[0 0 0 1] 

30 #tt#>F8i5lcW-r<E> , b©"Tf*S. 
[0 0 0 2] 

[ft*©£fl5] ^-^©/hSHfcSBIifcafctt, 4© 
t-^i:SfflsnsiSffl (iw»4.^-57>7tiV5 
t©) i5os$ss^«v^t^itn?>. #>na 

©tti, #>na5+K:*w-*a5»*©£*Mi e^w 
*) ii6«»s. fcx, «5»*a#©«{t36«-€-niaif 
«<frv>»^fctt, #>Ka6«i , ©a5»*©'&tf*s 
@ssii^< L.&i»t+#tta3M&fl«*»&n&v>. 

40 [0 0 0 3] gift, S5ftffifcS±S#>Fa- 

tLT, MQItt«©MQP-B»*4ffl^fc**tt# 
^h*8Ea«*¥*fi*T^4. *3Ertt#>Fa5tt. A 
;£t£#> Fa5fcJfc^&©«k'3fc*'Jj3U& t **. ~f 
•fe. #>Fa5©Ri6fc:lRU a*El6]io«*RT»*fc: 
», Rjfi^D-t^^fBfflir, -t©<gjMljfi3^h««SSMB 
<h& -5 CLOT'S. So l)J»l/J:OMQP-B©*l:ft*3 

n*!S!*©5p*tt#>FaEKt4. ^©AiaiaB^* 1 
bo [0004] i) t£*©«?*tt#>Ha5T?tt, a* 
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mm *jBJ6&^ntf*e.ftv>*«, fiB5«&*©-^frS£ 
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— [0 0 0 5-]- 2-)- -^^^^ hffiS?»8I£fr- 

[0 0 0 6] 3) #>HBEOIfttt. 
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fc. #>FB5*©«E»5|e©^#*£*<b&W-nK 

[0 0 0 7] 
[0 0 0 8] 

[*HS»*r .^©±"5«tB«ltt, TIE 
(1) ~ (18) ©*56W»cJ:OariiSn*. 
[0 0 0 9] (1) R x (Fei-yCo y ) 100-x-z-wB 
zNb ff (fcfc'U Rfi. d>fc<£*>l*©#±SBcS|L 
x : 7. 1~9. 9ff%, y:0~0. 30. z: 
4. 6~6. 9lf%, w: 0. 2~3. 5® : f-%) T 

^iaT©ea#tt^«TJ -H0T©Mafi^(C* 
1>T, WI2 J -H04>©Mj££StK *>-3Mfr (J/ 
H)**-3. 8 X 1 0-6'\>'J— /mTab^aUt©^ 

' jft€Hi3Bj*tuTa*bfc»^©^iiiia»a* 

(zirr> **5. OX 1 0"K>iJ— /m£JlTT*D. 
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[0 0 12] (4) li&ERtt. Nd*3«fctf/S]fctt'P 
r ^±tf-5^±«7C*T$>^±f2 (1) (3) 
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©«sw*tt*a-r j -HH-c©«*ft*k:*HT. me 

J-HBt©M^I0. (J/H) jftf-3. 

30 8X1 0"6^\>U— /mT&5E&£©3£j££ffif8;££ 
bTSSS&bfc*^©^pIii»»«* (Xirr> **5. OX. 
1 0-7^>U-/m£(TTa5 0, ^Str, tfetST©EW 
fit«#H c jrtt3 2 0-7 2 OkA/mT*?>^iS;#f 

[0 0 2 1 ] (13) «S#tt#>F«5©SJ£*P 
[Mg/m3] tUfct*. f iTOSf If SSB r 
[T] Br/p^O. 125 [X 1 0~6T-m3/ 

g] ©Ptfc£iiS-f 3±K (12) fcEft©*#tt#> 

F«5. 

40 [0 0 2 2] (14) MEB5©*«, R-TM-B 
-Nb*^4 (fcfc'U Rtt. 'M<tfellOf±!i 
Tim. TMtt. *«:±t"r*5i»*JB) .fcBfcfcfcOT 
**±E (12) *fcf4 (13) CE*£©#£tt#>h* 

[0023] (is) yfpimmmm mmumm) <d 

«&*Hfi7i*6. 2%.^T-£a&£±f2 (12) (l 
4) ©Hrn30»tE«©<P5ETtt#>F«H. 
[0 0 2 4] (16) MtZM&WmZ* V7F«ttffl 

tA-F«ttffitswr-sa^»«T«iaGsnat)©T 

so £<5±f2 (12) 4V>L (15) ©H-fnrfMCfetfc©^ 
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[0025] d7) &mmmiz&2nz>. 
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[0 0 2 8] [*^^CD«SS] ; E-*fc£©/.hSMsSia 

a » ttnteftjotis uiE«#5i:t ami 1 & o 
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[0 0 2 9] Sffi«RL.Tl»Sfflfi£©MQ IttS©MQ 20 

j^FWS*©®©©*©*******::^ -Tftto 
4fi«ltft6*ift;<3fn, W&tt, »&&*>4Rtttt& 
.««P©ffiTflMHttK^tt*tt"bK. fiHB****V»fc 
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[0 0 3 0] CttfcJfU *«91©«5»5fcfcJ:tf*# 
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T, j£flM£, WAti, *«tt*fc«nfc«*tt©«lr»# 

[0031] ssc. *5fiM©«5©*f4. ;\— FBtt 

[0 0 3 2] Wai©MQ I S:S©MQ P - B$*te, A 
-F«ttffl©*ffl««T*S30«, ^^ftS^fflSSfcT 
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*j&*K<tt<&fc». -B.j§»m*<&JPx.T ! b^©^©iam 

[0 0 3 3] [«5»*©#£StfJE] #»W©B5»5fc 
tt. R x (Fei-yCoy) lOO-x-z-wB z Nb ff (fc£L. 
Rtt*fe< tt> ia©*±«7C*, x : 7. 1-9. 9 

y:0~0. 30, z:4. 6~6. 9M^ 
X, w: 0. 2-3. 5&¥%) Ti^nS^M^^ 
S&SfcOT&S. 

[0 0 3 4] R (^±!«7c5g) ilTIt Y, La, C so 
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e,Pr, Nd. Pra, Sm, Eu. Gd, Tb, D 
y. Ho, Er, Tm, Yb. Lu, 5«;->a^W 

[0 0 3 5] RfDMi II 7. 1~9. 9 

JSFFXtSft*. Rtf»7. lgf%*iTll 
«A*«»6nf, Nb**lnbTt>««*ffl|6l±*«^ft 
V>. R*«9. 9J§C^%£jg;L3£, m<b©^x> 

[0 0 3 6] £;iT, RttNdi5j;Dt/Sfc«P r £± 

t-r*»±!B7c*T*«©3&w*bv». ^©a*«, - 

IBM) £«fiTfSA- H«ttffi©«S»«Mb*J(». *fc 
«5fcLTAff&fii«**^-r*fc«>t:*8&«^6T 

[0 0 3 7] Rtt, P r ^©#J^R^ 

«:Ml5~7 5%Ti&50!lWit<. 2 0~6 0% 
T**©*«^t)»*U^. CC«BT?*6t. 
«flE©<£T i &Kd:A>££&*i:£fc<. ««**J:tfft 

[0 0 3 8] Sfc, Rtt. Dym. *-©«£**R£ 

at, S«B3K*S©*LH£Tfc£i;4;iifc<. « 

ft^tt) ©|fiJJifc"Itl4:fc*a»ST**. 
[0 0 3 9] Coll Fe£|3|*©<WH4**rr<5»»& 

-rant) t«to, * a. y 0. 'fifle»tt 

7W>]±-f F etw*fT*C b©e^it*^0. 3 0 

-f. F e o©B&J*^tJ«0. 0 5~0. 20 

©ISHTte, «flP&tt©A±©*fc&r, 
*>|ti]±T-5©T, £ £(~$?£bl/>o 

[0 0 4 0] B (#D» «. J»V»«jS4*tt*»*©»C 
=fi-S4^7C^T*0, ^©^**«, 4. 6-6. 9M^ 
%i$n5, Bj&<4. 6 HH^^T B-H 

(J-H) ;i/-7 r k:*^*ftS!tt39«»<a:*. B 
#6. 9If%^SA5t, #Bttffij&**<ttD, SIK 

[0 0 4 1 ] Nblt «^*[6]±[CioTW?iJ^7t;^T 
£9. 0. 2-3. 5M- : P%©ISHT«m*[^± 

©3»*!0«»*fcSn*. £©«EBTte, {SB£ft 

±TS. S&fc. WJ»tt*«tmHfttttO^TfeA»t 
!ft*. fcfc*L/,'±J£bfc«k5K:. R^7. 
TB. Nb^Jnfrcta^©«i:-5!^5a*«^^t'/h$^<. 
Nb#3. 5Sf%$ix^t. «{fc©ttT**± 

[0 0 4 2] f LT. Nb^O. 2 — 3. 5HT%-g-tJ 
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mm (xirr) fc>iv£<T*££a«TSr, ^fBj 

a»«»*sa»-r4;:t*«Tf*, &5©w?&i4 (g*«j£ 

Ttt, i©i5ft»*W<, SfcMjfiLfc«»*© 

ft±&4>ft^. 

• [0 0 4 3] ft*, N b Sfcttifa&ttRTttfc^**, 

*HT, Nb£0. 2-3. 5 JgTf %©®fflT-&Wii-L 10 

j&scttio. (Dflmfcfcffltt:. ft*«atx*;i^- 
t*o, £©£fc*S8E©x*)&«*a. 

[0 0 4 4] ft^i Nb^4©»SbVi*BH«, jWSB 
Lfc«fc-5fc0. 2~3. 5 HC^XT? d©fgB© 
-LEffitt, 3. OM : f3ST&3©;&*«fc00?SL<, 2. 20 
5 5 ©>#£ <b Ll^. 

[0045] s'fc, mn.¥f&£2t>\zft±.-zit2>m<Dm 

1. Cu, Si, Ga, Ti» V, Ta, Zr, Mo, 
Hf, Ag, Zn, P. Ge, Cr, W«fc9ft&i¥ 

tc©»* tqj tjs-t) j&»&a*i3n3ii>fc<fc%ii 

£L<, 0. 1-1. 5S ; ?XT»50**«fcD»*b 
<, 0. 2 — 1. 0g^%TSIi©A5Sf)fcffSbK 30 
[0 0 4 6] Qfc«-rS7C*©-&*tt, ■€•©»«£££ 
fcHtro^SS^SSIT*. 011*. fcf, A 1 , Cu, -Si, 
Ga, V, Ta, Zr, CrU WfcttS6l±S-B;*J» 
**«**. 

[0047] m&mm msii V7M 

[0 0 4 8] (t^>#^ 7 hffiffi 
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(fR«l~10 0nm) T'fffiE LTl/>5. fbT, 
V7Mtt*10t;\-K«ttffil 1 i^tliSSL, m 
»Wft3SM§SfMi£±i;s. ft*, Hl~H3l:if 

>n'^— >«, -0jiT&oT, c:ne.cfiBe.n5 i b©Ttt 

ft<, «SJA«H2 (c^-TA'^-^fciJ^T, 7 

fi 1 0 tA- Hltt« 1 1 i*«iJ£lC£-3THSt>©T'b 

[0 0 4 9] V7h«ttffi©«fttt, *tB«5?-©ftUI!K 

*±#©»ft;ft«l4. B-HHW«-*aTa so 



©£-5 r^Dt^fl^j £ft5 0 LfrU V7hittfflO 
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«tt#©«WbjW3H©A- K«tt#©«fc t©^^tr J: 
oT-r-#&<j*Ji££*l, *4**«A-H«tt#tl/Tl 
It -5 J; -5 tcft£„ 

[0 0 5 0] H©.k"5!WJteJaMI (:*v:j>#yy hffl. 
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3) «awe©iaK«fiptt3&»A- K«tt«*a©*«-ic 

4) sBfflMm©«BsaMto&«*at>. 

[0 0 5 2] U&ifiLfc^&i&ritfcfcHT. A-H«ttffl 
*J:«V7hatttttt, WiL«*©«k5at>©tft«. 

[0 0 5 3] A— FBttffi : R2TM14B3* (fcfc'U 
TMil FeSfcBFeiCo) , £7i«R2 (TM, 
Nb) (**W4, R2 (TM, Q) 14B*, R2 

(TM, Nb, Q) 
V7Mftti:TM (#Ha-Fe, a- (Fe, C 
o) ) , *ftBTMiNbt<0^«, TMi:B«J:©fb 
TMiBtNbtOft^tlffi £*l 

£©Q£^ir*B) 

[0 0 5 4] [B:&©£©8£] *5B9J©185»*H:. 
*»^& & A»-T S C t K J: D S nfc "b © T? » * © 

0J#» *»»LT«iBSnfc%)©T»« 
©*t»*Ut». JKT. <•©:#»©— «KtH>T«wr 

-5. 

[0055] 04it #a— ;nfcfflv»fcj|i»ttk:J:0« 
7*-?mm.m. asa. H4fcs-rs«fc*tt**»©» 

[0 0 5 6] H4fC*-t«t'5K. 3ft»»#»ifiS« 1 

4>9cEP9 A7jf6]fw[Ug-r^^D-;i/5 ££fit*.TV> 

-s. «#2©Tssttt, estm (•&&) (Dmm^ta 

[0 0 5 7] «#2©>/X;i/3ifi#©0.ffllCtt, 

iP^ffl©a-r;W4^iE»^n, c©=K ;P4tcWiLJiK 
[0 0 5 8] ^P-;U5tt. S95 5 1 1, ^d-;u 

sens 3*jBj*-r^a®)i5 2 ix-M^nx^ 

[0 0 5 9] 5 1 ©<Sfi£«»tt, SffiS 5 2 t |W1 U 
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CO 0 6 0] lOi^ffll «CI8Jl*n*V» 

affiB5-2©»fc«fcDj^;ttttT#SJ:3fc, 

[o o 6 i] aBS«5 2tt. j»e**j&«a»5 i 

©*#:Mi:l>T«; C-rHO- 

n*. 

[0 0 6 2] t75 7^XtbTlt «Atf, A 1 
2O3. S1O2. Ti02> T12O3. ZrOj, Y 
20 3> ^$>WW0J±. f^^XhDyf^AfO 
ffiffc&SHr^Sy A1N, S13N4, TiN, B 

N«©SMfc4ft*-fe5 3y**. K S i C, 

ZrC. AI4C3. CaCj, WC§0^kftS©t5 

s?^, c:n&©3 , 5©2£U:£ffiKiaia 

^■B-fe^^-fe 5 3 s/ * * **¥ 6 ft* . 

[0 0 6 3] I!OJ:3ft3&»»*«jftSltlH, 
A*- (HjjHtf) rtCRlSn, K^v>A-ftK, JfJ 

ttttTfwrs. »t, ft?&*#8©Kfl:*i»il:-ra;fc 

fee SH^^Xtt, «Atf7;i/^>*f^. ^U^Atf 
[0 0 6 4] ttf&S^SSitglB 1 T'«. «#2ftk:B5 

K. j$jB6ii, fcain— ;W5©H®5 3fc«&u ah 
;u (fist)) 7*#ricufc«, @e-r*?&aia-;i/5© 

8 l;Wiffi5 3j&>5R|ft. m 4^0)^9 Bj5falzm?T 

r. 

[0 0 6 5] »«in-;W5©«afl[tt, £-&j&?l©*& 
J*. ffl®5 3©*»6KJ#TSilintt«tJ:»3-tO»5B 

fcttHa»s&*j&». aawttiRi±ofc«>K. a#. i~ 

6 0m/^T*5fl)!5W*l/<, 5~4 0m/#Tftli 
**»©#«) K«koTtt, 3a»W#8©J»* t*«Jf< 

8#tt©l«U:a«SW>fc<&<&. 
[0 0 6 6] ff6nfcft»il*8l:»bttt. #J 

Atf. #iiHfliJa©&e£fcft©rafi. «a»oJ^Rft©fc 
fete ^<t*>iiHijft«ia«:ifi-rit'bT#*. 



(6) 

7(7 

SKSfflaoifefrtbTtt. 4 0 0-9 0 0'CT, 

0. 5~3 0 O^iltn^t^TtS. 
[0 0 6 7] *&, Cl©&5aJIte. »ft*B&ifr4fc» 
fc. MQHtzimJZViMT («Atf 1 x 1 0"1~1 x 1 
0"6to r r) , $>Z>W*&$kjJ7.> 7)H>137„ -\ 

ur>A#x^©^gtt#7.*©<k?&> *»fbtt*H» 

[0 0 6 8] a±©J:5ttMiS^ftfc«tO#6nfca» 
»# (*#«-<©«5«»>-- 8 «««SiMai«vt>l/< 

8 itckO. #SB9i©«BE»*a«»& 

n*. 

[0069] wKisfcsn-r. 0JAtf# 

— ;us;k i?i»;hsjk fcr>sjws©#« 

»J*K«, ttWSBSffl^TfTSctJ^Tf**. £©» 

t&T x 1 0~1~ 1 x 1 0-6to r r ) , * 

[0 0 7 0] «5©*0¥^ttStt. #(:is$ns^ 

a*. «3rr*##tt#>F«5*«arr?>fc«>©t>©© 

*§£\ «5»*©»{fc6&.ifc£, »»KJ:aB£M#ttSi5fls 
©tejhi<£#«L-T, 0. 5~1 5 0 /zmgg#£?£b 
<. 0. 5~8 0 umeft*ict0»* L<. l-50/i 

[0 0 7 1 ] *fc, #>F«5©j*#«r©«t:D&ifffcjat 

±0. #£n£#>FB5©£?L*£&Mt-5;i.t#T 
tLfcitc, #>F«5©«**«*«»flE£J:*m 

[0 0 7 2] ft*. ft6nft85»*C»LTtt. 

©Hft«ia©^#tbTtt. WAH 3 5 0~8 5 0"C 
40 7?. 0. 5~3 0 O^eSttSiliJ^Tf**. 

[0073] $&. ^oawaatt. »flsswikr*fc» 

fc, K^lfcfcteMffitf^T (flitfix 10-1-lxi 
O-^Tor r) > afe^V^^S^^T., 7;U^f>^fX, ^\ 

[0 0 7 4] 6t±©«k3tt«5»*Sffl^T#>K«5 
«g^»IIB©}Bntt) W&<, -^©fcfe. n©# 
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[0 0 7 5] J^±T«, ll^Stl/T. M-U-)l 

fc. ^©ffc. #JA«#3.7 h^X©J;5&7 hv-fX 

^z*;i/-7D-f>if (MA) ffi^tctOSiSbTfe 
ct^o H©«fc5fc5a»8t«. &Jgffl8i SCUD 
{fr^Zlt^T^-5G)T, #>FB5©fiB5!|#tt. »fc 

»8;&^fflJbS**©te*#n?*** — - 

[0 0 7 6] [#> F«5*S J: ■*-©«£] *5E 

no) \z-di*TWIW-?Z>. 

[0 0 7 7] *J8»ffl#>H«5ll. ffJKH fflifi 

[0 0 7 8] ISdfltli (AW>y-) iLTll I^bJM 

[0 0 7 9] »?iaHt«iltbT«, #'J 75 

K (#J : ^-Y D>6> t1'n>46. t-fD>66> t 
-f P > 6 1 0 , ±-f P > 6 1 2 , t-fO>l L t-fn 
>12, t'fO>6-12 > t-fn>6-66) , HftnT 

ht?©jpuxx5s>K #ui-f;K #iji-tJH- 

fMF>- #'Jx— tJH'S F, #U7-fc*— 

[0 0 8 0] c:n?)©p^Tfe, j5S»tt20*#fc«n-c* 
ttflia. «E»*£©fi«tti;:%>«nT^4: 

[0 0 8 1 ] £©J:3fc*t»afflttWimi. -tCDfflS, * 

a^b»K:«fcD, to*.Htft»tt&a«Lfc'b©-*\ »^ 

tt. ««WttflE*:«»l/fc: l b©a:V>3J:5K:. j£fSH© 

[0 0 8 2] JKfflSflsttWJIitbTtt, fcf 

X#*->®Jjg, 7xy-;«, :HJ7»IIB. ^75> 
4MB. ^UlXfJl' O^&fntf 'J xXtMW ttJg. #U 

tfe>n. nn&©35©i«$;fcf:i2ffl£U:£iB£LT 

[0 0 8 3] Cin<=>©-5*>Tfc, fig^tt^#tffitlTi3 
X3j?+^W», 7iy-MI, #«J-fSK»JB, ->u 



(7) 

A? 

[0 0 8 4] fc*. ^ffl$n-s^®{btt^fli 

tt, SSTSBRflDfeOTfe,' (»*«) ©fe©Tfc 
[0 0 8 5] c©«fc3fc*3e9!©#>F»5tt, «Atf 

&©«fc-5CLTWssn*. «5»*t. m-smmt.* 

- ^BK:*i;*l»»--«MlsW-jfc«!lv-««ai<?) t^iM^, 
F) *«iBU H©#>F«5Jfiaj*ftSfl!V» 

t, EEt8<£» <c7V7,&m , #airiE», »(&&»«© 

fi£^7jffiC«tO. fc«»«f»T?Bf3©«5»#lci«#T 
*. tt£«JB#Jlfc«fl:tt»ffi©»£K:tt, flaf& 

[0 0 8 6].C1CT% WEsaoricJgv&ffioi-fe, 

i*fl[««JE<, ££tt#Jft^<P6D#«jKj&«*ftj&». ens 

20 K:mt£:3>A?>F©+#£^l&tt£*ffiLfcttnfc£ 

L*»Lj6:36«6, *^^T«, J; 3 

J*», WtHrit»KJ:08B2ten3#>F«5fc%*©fiJ 

[0 0 8 7] nas't'oaeft*©*** 

tt, 7 5~9 9. 5w t 9Sgan?2&£©7&W* L<, 8 
5~9 7. 5w t %ig«T i S-2)©^«J;l3ff^ LH, 
[0 0 8 8] !t#lc> #>K«6*«ffittJ£#fc«fc?>»5S3 

nfct>©©»-&k:ja. m5i|»*©-^w*«. 9o~9 

9. 5wt%igTS2>CD#ffiL<, 9 3~9 8. 5 
w t % 5 ©J&*cfct>$? £IA><, 
[0 0 8 9] Sfc. Jp>H«5a«i¥mj«»4fc»4»lH* 

^ic«tDS!ji$nfct)©©«^i-«, «m$*©-^r» 

7 5~9 8wt%igT*ab4ffl*WJl/<. 8 5~ 
40 9 7w t %g3[T*S©*i«kO»S b^. 

[0090] ^>Ka5©fSpii ^ntc-^^n-sm 

5©*©itfi> ^7L*^©^E3tr<t 
*5E«©#>K«SK:*^T, -^©^g 
p«4f t'Pg^^tl/ft^i^ 5. 3~6. 6Mg/m3§ 
ST*«©*ij9FiK. 5. 5~6. 4Mg/m3gS 
T*4©J9««t0ff*U^. 

[0091] *^sjt«. wsnmnmzmg.. 

©£#«#*v>»£ttt>5^©2:£. $*r*3&»lt«« 
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(8) 



13 



J - 
8 x 



20 



x^i^-a (bh) max ) fimznz. 
[0092] *569j©si?>i««5©«m*, ^&mm\z 

SSI*, H«# CJ>^#) . HAH*. ^ 

*^©fc©a^S/j^©t>©3:T&£f$>3;*:£$ 
©fc©#WC&3. Wfc, /hSMfc. »/.h8KI;3nfc« 

- 

[0 0 9 3] £©«fc3fcj:£:&>&. #fg?l§©#> h*&5 

a. na. *fctt#«*«anfc*>©-c 

[0 0 9 4] a±©,fc3&*3fi9i©al*>K«5tt. ^iS 
TOi8§#tt^S'f J —HE (JEttCttft: (J) , 
IZMR (H) Stofci) T©««tt*K:$3V»T. 
H0'£©I§C,&£jH), (J/H) j&*-3. 

1 0-6^\>U— /mTftSiISi:©5E^?&bi^i:bT 
»£Lfc»£©*i*j»#«a|s <Xirr> **5. Oxio 
-7^>U— /m£TFT»D. $5.fr, £&-?©S#«H8 
£ (H c j) ^3 2 0-7 2 0 kA/m-?r$5i^plt 

(Xi rr ) > m^Umt) (H c j) *5£tfSlH83£&g 

(Br) tmm (p) ©Bj«fct3v»TJH*K9i-ra. 

[0 0 9 5] [^a»»«*t:"3VsT].^JS!#«* 

(x'irr) ttt. B6fcjSTJ:3fc. J -HBTOiffi 
fiUSlK*V»T, &£jftPK:«t?3£tttt&titt©&lft© 
(xdif) i»BjSP*»6-B.* 
BJH5*SS6*6l/TU3'f;Hlliai*SIMfctSCD 

sKU3-f;nni«i©«* (U3-f;na»©ia5ai*is*a 

£!©«£) (x rev ) tbfttt, #5£T 

[0 0 9 6] *l»n5»#«# (xirr) (z 
dif) -pHK««ip (xrev) 

fciS, #3£IJ§TWU J -HgrrraiSfiBftiBiiKiJ^T, J 
-H^<Dm&$:mK)fr-Offi% (J/H) #-3. 8X 
1 0-k>iJ-/mTS5Ii8y t©52^C€:tulB^Pi 

[0 0 9 7] *58Wfc*lr»T, ^iaT©^pja*^a* 
(Xirr) ©±K<I£5. 0 X 1 0" 7 '\>D— /mtf 

[0 0 9 8] Wi|tlxfcJ:5fc. ^"5Jig«®^ (xj rr ) 

«, -s*ajn&*ttfc«, -t©ie»«[*«d>$-e-T*>* 

0. 125^Br/p [XI 0~6t 

sc (i) icfttoo, 5S (id s«je-r*©*««to 

»*b<. (III) *MS-rs©30«S SfcffSLlrV, $ 

0. 128^Br/p [XI 0-6T-m3/g] ^0. 16 
0. 13^Br/p [X 1 0-6T-m3/g] ^0. 155 

Br/o [X 1 0-6T-m3/g] ©{t^fflfE^^©TIS JM5flEj&*f»Sn£H 



30 



40 



74 

*R6ft^«ft©a*»c»"r*3Efl:***'r , b©T»*/t 

n©^pli»#»* (xi rr )'fc*$gflE/h£WSfc 
UxSotiao, #>H«5©»WSR«tt©fiI±. « 

K^^ia»*a*©tt5»«[©fi«3o»Hns.- met. *a 

Wfc*»tft^J!i»aMi (xirr) OiiTd #>b* 
MGZMtl&I 0 0*Cx i«p|B©8!l*TKlS[««. £fi 
STRUfct*©3FPliS!««l*»4-e©iie««30*tt5X6Jl 

-3as»j»tt^&to^i»«istoSE*3& t » 

[0 0 9 9] Eftfc*fU ^pj^«a^ (xirr) 

5. ox i o-7^\>u— /mSiHAat. ^Biai««* 
©«#***«* u +#&r»w«s£ttj6«»&nfc^. * 

it. H*««*«««<3a:*tfct>Kfta!tt3& t at<!tt*© 
#>F«5©*IR©fcJl&&tr*T, ^-57>7« 
IS (Pc) (#lx.fc£Pc^5) <fc5&ffl& 

T©«fflfcfiJ|5g$nTU^'5. *fc. ««a©fiTtt. 
J»W*3£tt©fiTSfefc6T2ltk:t>tta. 
[0100] £fiT©*nTi£#«* ( X irr> * 5 . 0 
x l 0~7'\>U— /m£tTi:^«)fcS*tt£Jl±©t*0 
*pJ2»*«Wi (xirr) H;T#*«»t/hS^ 
tt*«|f?£L.<, fcT, *89BTtt. ^^ia»UHB* (x 
irr) #4. 5X1 0-K>'J-/mElTti5©*sj; 
t)»*U<.'4. 0X1 0-^>U-/mHTTS5© 

[oioi] m^^mtuz-o^ri kwe©£» 

T©@*-«a^J (H c j) ft, 3 2 0~7 2 0 kA/mT 
^il. 4 0 0~6 4 0 kA/m*s«kt)!!ftLK 
[0 10 2] @#«a* (H c j) 3fi««rE±IBtt*«A* 

[0 10 3] BWftflBft (H c j) j&JIOETIB** 

jUTftftt. *-*©Jflfcfc,fcoTttjffi«i§!0«jB»:0»T3fc 

tS©tt«#»*K:;&?). Sfc, *fiK:J3ttsiMftea« 

lot, HWffia^l (H cJ ) £±8ESSB£-f5£ 

[0 10 4] [SSiiSf'gBrifgpOMitO^ 
T] SSIffSBr (T) tfgp (Mg/ra3) t 
©IWT, TBSC (I) ©H«*»J£-r*©3&»»*Hr». 
[0 10 5] 



•m3/g] • ■ 
5« [0 10 6] 



(I) 



e£»iB©«iW 



• • (II) 

• • (III) 

J:Sj*#tt©fl£T£H3 
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[0 10 8] [«*mj!vX*;i^-« (BH) max^ 
V>T] ft^»x^;U^-fil (BH) „, ax te, 6 0 k J 
/m3^±T*^(D7iW*t<, 6 5 k J /m^±T*ib. 
S^iWJK, 7 0~ 1 3 0 k J/m3T&5© 

#6 o k j /mtjiffir&zt. ^-fmizm^frm 

[0109] [TF^Ji^m^^T] ^Sjmmmm 

mm&mm ©fe*ni«, 6. 2%\>xr-v&z>v>tim 

[0 110] 

-So 

[oiii] mmmi) siTizm^zzottm-vs 

(Nd 0 . 7? r 0 . 25DV0.05) 8.7Fe ba iCo 
7. 0B 5 . 6 Nb ff Ta$n^^5«&5|5 (Nb^tlw^i 

[0 112] Nd, Pr, Dy, Fe, Co, 

b, Nbffl&n»$MLTS^>d , 7 b&mm. 
[0113] m4&&tfm5\z7K-?wif$.<DM#im%rmm 

^XittgO. 5 5mm) 3 £^tt;Tc5^1f I*l£f&f21}- 

>y;^Ant. ^^^©iggai^^^nT^^) 
[0114] ftipu-jistisTte. mm(om^5 i<d 

ftffliZ. WC£0&3J¥£ii$j5 tfm(DSH5 2 £lS!tt 
7c fc© (If 2 0 0mm) Srfflt^fc. 
[0 115] "t<D'&. 5^(^<D-f>rf->- l-9->:/JU£ 

[oii6] #6nfc*»sf#*ia»i*ufc«, 7)u=f 
>^fx#fflM t t 3_ e7 iotx3o og>©r»«iass6L 

[0 1 17] #tc\ tt«WSEOfc«>K:, 

[0 118] »6nfc«t5»*l:^HT. ^-©ffl«J& 



IS 



Zfttf-tZtztb, Cu-Ka£fflt^lHlST£i2 0° ~6 0 

fflT^-5R2 (Fe-Co) uBMfat. V7Httffl 
TfeSa- (Fe, Co) ^ffl©USf K— ^jWUBT? 
#. S»£!«?Mfttt (TEM) 

[0 119] £©«5»*fc:. #'J7S FWJB (t-fo 

> i 2 ) t . ^.a<o t-K^^^tteisii* &&mm 

io ffliSfi^U £*1&*2 2 51CX1 5#M, SttLT 
#>K«5ffla«« O F) ft«s«Lfc. Z\<D 

£*, I5»*t#'J75FMl (t-fn>12) t© 

[0 12 0] ^T. £©a>A£> FSr^UTStt 

U iSg 2 10 "C. KA8 0 0MPa TffiffifiEJg (ffiHB 
*4>) LT. figl 0mmxaS7mmORfiiRO§* 

[0121] <mm#tt. *l*JJMWB*©ff«>*#> 
HIEKOUT, mm&m.3. 2MA/mW^Xtl 
SJfibfcft. jftStgSSJKn- (*5Sl!gt (ttO S. TR 
F — 5 BH) l:tlAWi2. OMA/mtl^ 

(bh) max ) ^an^bfc. »£!$©&&»:. 

2 3"C (£fi) T&ofc. 

[0 12 2] ^7tC^fJ;5fC, ftSnfcJ-HBOH 
30 Jlft^^^^T, S^ilDfit# (J/H) *«— 3. 8 
X 1 0"6'\>'J— /mCDifiStC^PSraiSg^tb. 

rev) ibT*»fc. ffiB3Ej*PK#tt*««fii 

»©»»©«#£«#■#«* (zaif) ibT*se>fc„ 

Ifit©?^Sl$ (zj rr ) tt, Zirr=Zdif-3C 
revt LT^Jifeo ^n?>0^*?&Ti3S 1 tr^"T. 
[0123] <W*ktt©ff«>;fcK:. «Ha#jR>F«5 
40 (111 0mmXi^$7mm©Rtt«) ©BHJS&tt (H*W 

•cxi i$ia0?RanFfc«jebfc«, ^ia^Tpufc^© 

[0 12 4] 
[*13 
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(10) 

17 18 



V>7)U 
No. 


w 


P 

(Mg/m») 


B r 
(T) 


H cJ 
(kA/m) 


<BH) max 
(kJ/m 1 ) 


B r/0 
(X10- fi T-m s /g) 


3t i r r 

(X10- 7 H/m) 


(%) 




0. I 


6.27 


0.83 


345 


75. 6 


0.132 


7. 5 


-6. 5 


2<*5EW) 


0.2 


6. 26 


0.87 


415 


104.8 


0. 139 


4. 8 


-4. 7 


3<*§&ro 


0.5 


6. 32 


0. 90 


478 


113.2 


0. 142 


3. 7 


-4.0 


4<*5E8i) 


1.2 


6. 29 


0.92 


496 


115.9 


0. 146 


3. 2 


-3.6 




2.5 


6. 30 


0. 90 


530 


112.0 


0. 143 


3.0 


-3.2 


6(*3&IB) 


3.3 


6. 33 


0.81 


561 


102. 7 


0. 128 


2. 7 


-2.7 


7(*tt» 


3.6 


6. 31 


0.76 


553 


79. 1 


0.120 


3. 3 


-3.5 



• ■ [ 0 4 2 5 ■]■ <g^fFI>S l ^ e, fc. - BE ■ 
S*+0Nb^tiw<SO. 2~3. 5lf%T)6o^ 

oim^mm (x[ TT ) ^5. oxio-K>u-/mH 

T©^&tt#>K&5 (No. 2~No. 6) «U 

[0 12 6] Bl±©«fc3ftJ:£**&, *^aj{c«tntf. 

[0 12 7] (£ttffl2) g&K0!ll£H«KLT. 

(Ndo. 75 p r 0. 20 D VO. 05) 8. 9 p ebalCo 
6. 9B5. 5N b 1. 5TS$ft5SE»*5llfe B 

[0 12 8] #6nfc«5»*K, 'J75 KttJg 
-fn>12) t. 4>»©k K55?>J&HMfcB&Jhaffl:fe«ktf 
«HMil£*iB£U cn6*2 0 0-2 3 0*CX 1 5» 



10 ftfc. 

[0 12 9] C5UT»6nfc3>/'«'»H©5 , 6«5 

[0130] ft*. #>h*®5©^-}£«, v»-fnt>as 

[0131] fiEffiAJBtt, 8««l*^I/^SlCDftS!fi 

20 iB&2 1 0~2 2 0*C, EE;*J8 0 OMPaT 

frtjfc. SJttififcJgte. fifc^B#©&Mil^£ 9 0"C. Jttffl 
-> U >^-f*lfig£ 2 3 0 ~ 2 8 0 *C t LT&M&fr-o 
fc. 

[0 13 2] C©±'5tcUT#6nfc#3j?>H«5K"3 
[0133] 

[a 2] 



No. 


smut 

cc> 




CC) 


P 

(Mg/ID 1 ) 


B r 
<T) 


H eJ 
(kA/m) 


(BH) niI 
(kJ/m s ) 


Br/o 
<xnr«T-mVg) 


<X10- 7 H/m) 


(%) 


8C*359I> 


200 


mum 


230 


5. 30 


0.78 


563 


83.4 


0. 147 


2. 1 


-2. 2 




203 




245 


5. 50 


0. 80 


551 


88.3 


0. 146 


2. 3 


-2. 5 


10<*»9I) 


211 




260 


5. 67 


0.82 


542 


92. 6 


0. 145 


2. 5 


-2. 9 


1IC4C9E9!) 


216 


mum 


275 


5. 80 


0.84 


535 


96.2 


0. 144 


2.7 


-3. 1 


i2<*sgg8) 


220 




210 


5. 95 


0.85 


531 


100.5 


.0. 143 


2.9 


-3.4 


13<*$e^) 


224 




2IS 


6. 21 


0.88 


517 


108.8 


0. 142 


1 2 


-3 7 




230 




220 


6. 48 


0.92 


510 


118.4 


0. uz 


3.8 


-4. 2 



[0 13 4] <«£gM6>*2j&>5?8&J&»fcJ:3fc, # 

m (bh) nM *j:t;«a*H c j) e^Tstifec, 

[0 13 5] *»9!©#>K«5M:. «tltij*»lc 

<koT»&ft4«fc3fcfiffifl^B#>l 4 «5©«£ WB5 

[0 13 6] fi«ft. Tfcto"5ie£ttHI©£#*j&«#v> 



so 



>F©*»tta«*^i» j«»t>JtttW<SjB, JBlSMTfB 

tSCi*»Tt«. -toils*, jsfc»«#fi::fett* 

#, ct^T. K««$tt©#>K«5*«»&n. ^tt 

[0 13 7] f-fc. 3>At«>>K©»t»ttJi«iSV»£, ft 
&n*#>K«5©a*L*Sft<t'*;:£a*TS. «to 

[0138] (^ifg^ij 3 ) mt&M. 1 -PUSnfcftBER 
*£fflt>T. ^J6M 1 tISlfllCLT. 2 2 mmXrt 
g2 0mmXiS$4mm<5RM (U>^«) ©^#14 
^>h*mHS:SaieU. #e.nfcS-^>HfiS5S:8ffifC^ 
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(11) 

19 

kAthtc. 

[oi3 9]2t£. ^©it, wmm9 o%zmi$.?z> 

[0 14 0] £©J:3KUTitf&£n*:&#>FfiB:5& 
u—^m^BtLXm^X. CD-ROMffl7>tf>h*;^ 
— *S«JWfcTifc. 

[0 14 1] =&CD-ROMfflXhf>HJl/ ; E-^t43^ 
Tv D-^$r 1 0 0 0 r -pHi-T?0K$«&-i*©#»3 - 

Mo. 1, No. 7 (lr»m*>Jttt«) ©#>F*5 

Srffl^fc^-^te. ttJO*0. 8 0V&TT»-3fc©t 
*fU U->70l/No. 2~No. 6 (#f&§8) F 

[0 14 2] *©|gft,'*»9l©jR>-l 4 «5ftffi^* 
t. «tt«© ; E-3'39««jST#*c:i:3W«BSnfc. 
[0 14 3] j|?>K«5tlfm^»K«t0«arbfc (aj? 

> Ffiat5ft»©ffli5l&*©-g-fl-^ : 9 2~9 5w.t %) R 
tttt, ±E£iSm~3fcl?*lcLT#3B9I©sl?>FB 20 

E£H«©IS*a*#&nfc. 

[0 14 4] #>K«s*»WiS»fc:«kt)HifiUfc (# 

> KfiSetfOffiS©*©^^ : 9 0 ~ 9 3 w t %) SI 

±E*«m~3£H«fc:LT*5S9I©j|*>F« 

12 <h Htt©tSX#*ft 6 tilt. 

[0 14 5] 

©j;-5&2&«a<f#e>n-5. 30 

[0 14 6] -«5»*!6*NbfeBf3t*^#b. 

[0147] • ?f Ri3S»«a*©tt*#fi*»/jNa < . «n& 

[0 14 8] ■KV»«3|tffift30*#&n<5©T, »*ttT 

#>K«5TH«K±©SBKWtiB*5S»r*^t39*T* 40 

[0 14 9] • Klr»«3KfB*36«»6n*J:tA» 
6. #>F«E©«ififc|RU »!&flm;£ii#Lfc<T 



20 

[0 15 0] • *8tt*«£f!f£©T. J: D 

So 

[0151] • »«0Mb£S#2snfcv»i:£ja»s, stt 

&n*. ±oT, #>F^5©fi£^*ii©aS? 

©«. .settt. -tnt:«t4»*aj?©s*ft*«i£36* 
[HiB©ffi¥ttltt93] 

[01] *«W©«5»*K43tta«£«* ttV3> 

[S2] *^Bj©m5©*^43^^>a^ffi^ (tya> 
[@3] *%H©B5&£££ttsg£ffijft (±y^> 

[04] ttCtmsHfi-fSgB <J&»«#«»««> 

©« jbe^j & TKtmm 0 t * * . 

[0 5] H4fc*-T8«k:*»t-5*»©J , &aia-;i^© 
«^»ffi#iff©tt***-r»fiBfl!ffiBT»a. 
[0 6] ^RlJ!S#«**K98-r*fc»&©H.(J-HB) 

[07] ««i&iBi*j:r;u=i-f;nai»*s-r j-hht 



1 . Ci»«ffSifiSB 

2 ®# 

3 /X* 

4 3-f;p 

5 »3pn— ^ 
5 1 d— ;i/S*f 

52 «sa 

5 3 JIB 

6 mm 

7 /■? f;p 

7 1 mmftw 

8 

8 1 u—)im 

9 A ^EP 

9 B £EP 

10 V7hlttfi 

11 A-F«ttffl 



$$112001-196210 (P2001-1 9621 OA) 



(12) 



[0 2] 



[03] 




IO 



ll 

/ / 

4^ 
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[0 5] 




[0 7] 




-600 -500 -400 -300 -200 -100 
H <KA/m) 



No.1 : 

No.2 :CJ/H)£0|g^tl t -3BXiO-- e /\r/U-/mCDmiS 
No.3 : SjSPC^rtSl^fii 
No.4 : UD-fil/fflia 



F^"A(##) 4K018 AA27 BA18 BB04 BB06 BC01 

BD01 GA04 KA46 

5E040 AA04 Ml 9 BB03 CA01 HB05 

HB11 NN01 NN06 NN12 NN13 
NN15 



